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(71) We, THE PROCTER & 
GAMBLE COMPANY, a Corporation 
organised and existing under the laws of the 
State of Ohio, United States of America, of 
301 East Sixth Street, Cincinnati, Ohio 
45202, United States of America^ do hereby 
declare the invention for which we pray that 
a patent may be granted to us and the method 
by which it is to be performed to be parti- 
cularly described in and by the following 
statement:— 

The present invention relates to an article 
of manufacture for providing anti-static and 
softening benefits to fabrics in an automatic 
dryer. More specifically, the article utilises 
certain ethoxylated materials in combination 
with a mixture of fatty glycerides to provide 
the necessary anti-static and softening bene^ 
fits. 

Treatment in an automatic fabric dryer has 
been shown to be an effective means for 
imparting desirable tactile properties to 
falmcs. For example it is becoming common 
to soften fabrics in an automatic fabric dryer 
rather than during the rinse cycle of a 
laundering operation. 

Fabric "softness" is an expression well- 
defined in the art and is usually imderstood 
to be that quality of ihe treated fabric whereby 
its handle or texture is smooth, pliable and 
flufipy to the touch. Various chemical com- 
pounds have long been known to possess the 
abilitir to soften fabrics during a laundering 
operation. 

Fabric softness also connotes the absence 
of static " ding in ' the fabrics, and the 
commonly used quaternary fabric softeners 
provide both softening and anti-static benefits 
when applied to fabrics. Indeed, with fabrics 
such as nylon and polyester, the user is more 
able to perceive and appreciate an anti-static 
benefii than a true softening benefit. 

Cationic anti-static softening compoimds 
and compositions designed for application to 
fabrics in an automatic dryer have been the 
subject of recent innovations. (See^ for example. 



U.S. Patents 3,632,396 and 3,686,025.) Other 
materials have been suggested for use as dryer- 
added fabric softeners; see, for example, U.S. 
Patent 3,676,199 and British Application No. 50 
46455/74, (Serial No. 1,482,782). Included 
among these prior softening compositions are 
various glycerides in combination with oil- 
soluble, lower-ethoxylated surfactants. Tri- 
glyceride fabric treating agents are disclosed 55 
in U.S. Patent 3,785,973. 

It has now been discovered that certain 
highly ethoxylated, hygroscopic materials can 
be applied to fabrics to provide an anti-static 
effect thereto. The ethoxylates herein are 60 
highly water-soluble and are not particularly 
useful anti-static agents when employed in 
common fashion in an aqueous rinse bath, 
inasmuch as they are easily removed from 
fabrics by rinsing. Accordingly, sudht ethoxy- 65 
lates have not been widely recognized for use 
as anti-stats in laundering operations. It has 
now been found that sucfi highly ethoxylated 
materials provide useful anti-static effects 
when applied to fabrics in an automatic fabric 70 
dryer. Moreover, the ethoxylated anti-stats 
herein can be applied to fabrics in combina- 
tion with glyceride mixtures particularly 
adapted for . use as dryer-added fabric 
softeners. 75 

The ethoxylated anti-stats herein are pro- 
vided in combination with a dispensing means 
in the form of a flexible substrate, which 
releases a pre-determined, effective amount 
of the anu-stat onto fabrics in an automatic 80 
fabric dryer. Mixed fatty glycerides are 
included with the flexible substrate to soften 
the fabrics. 

According to the invention there is pro- 
vided an article of manufacture adapted for 85 
use in an automatic fabric dryer, comprising 

(a) a fabric treating composition compris- 
ing 

(i) a surfactant for controlling static, of 
formula 90 



R— O— (C2H4O),— C2H4OH 
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wherein R is a primary or secondary 
branched or uabranched alkyl or alkenyl 
moiety or a primary or secondary 
branched or unbranched alkyl- or 
5 alkenyl-substituted phenolic moiety; 

said moieties each having from 6 to 20 
carbon atoms in the a&yl or alkenyl 
g^oup> and wherein jc is at least 20, 
(ii) a fabric softener comprising a mix- 

10 ture of mono-, di- and tri-glycerides of 

C12-18 fatty acids, said mixture contain- 
ing less than 30% by weight of soap 
and having a melting point of not less 
than 40°Q and 

15 (b) a flexible substrate in releasable com- 
bination with said fabric treating com- 
position. 

During use of the article of the present 
invention, damp fabrics are contacted with 

20 the article m an automatic fabric dryer. The 
heat and tumbling action of the dryer serves 
to disperse the anti-static agent evenly over 
all fabric surfaces, while concurrendy drying 
the fabrics. The moisture originally present 

25 in the damp fabrics aids in adiieving a uni- 
form dispersion of the anti-static agent. On 
removal horn the dryerj the hygroscopic nature 
of the anti-static agent causes a minute 
quantity of atmospheric moisture to be imme- 

30 diately adsorbed on the fabric surfaces and an 
anti-static ^ect is achieved. 

The anti-static agents herein which are 
employed in combination with fabric softeners 
are more fully described hereroafter. 

35 Ethoxylated Anti-Stats 

The dryer-added fabric treating composi- 
tion used in the article of the invention 
includes an ethoxylated surfactant. While not 
intending to be limited by theory, it appears 

40 that the tactilely imperceptible amount of 
moisture soibed by the hygroscopic anti-stats 
is sufficient to raise tiie surface conductivity 
of fabrics treated therewith by a factor of a 
million-fold, or greater. This increased sur- 

45 face conductivity serves to dispel the un- 
desired static electrical charges in a rapid 
and efficient manner. 

The ethoxylated anti-static agents herein 
are those materials which fall in the general 

50 class of hygroscopic ethoxylated surfactants. 
A listing of such hygroscopic, highly ethoxy- 
lated surfactants now found to be tiseful as 
through-the-dryer anti-stats appears in 
McCutcheon^s Detergents and Emulsi- 

55 fiers" North American Edition, 1973 
Annual. 

Hygroscopic surfaaants which are employed 
as anti-static agents in the article of this 
invention are the nonionic ethoxylates of the 
60 general formula 

R— O— (CaH^O),— CaH^OH 

where R is a primary^ or secondary, branched 



or unbranched alkyl or alkenyl moiety; a 
primary or secondary branched or unbranched 
alkyl- or alkenyl-substituted phenolic moiety; §5 
said moieties each having from 6 to 20 carbon 
atoms in the alkyl or alkenyl group, prefer- 
ably 10 to 18 carbon atoms. In the general 
formula for the ethoxylated nonionic anti- 
stats herein, s is an int^er of at least 20, 70 
prefi^ably 25 to 100, most preferably 35 to 
50. 

Specific examples of the hygroscopic sur- 
factants useful as the anti-stats in the article 
this invention are as foUows. The examples 75 
are only by way of exemplification, and are 
not intended to be limiting of such materials.- 

Straight-Chain, Primary Alcohol Ethoxylates 
The hygroscopic ethoxylates of hexa-, 
hepta-, octa-, nona-, deca-, undeca-, dodeca-, 80 
tetcadeca-, hexadeca- and octadeca-alcohds 
condensed with at least 20 moles of ethylene 
oxide are useful herein. Exemplary ethoxylates 
of primary alcohols include n— CioEO(30), 
n^i2EO(40) and n--CiJSO(50% The 85 
higher ethoxylates of mixed natural or syib- 
thetic alcohols in the "coconut" and 
"tallow" chain length range are also useful 
herein. Specific examples of such materials 
include coconutalkyl EO(45) and tallowalkyl 90 
EOC45). 

Strai^t-Chain, Secondary Alcohol Ethoxylates 
The hygroscopic ethoxylates of 2 *- decanol, 
2 - tetradecanol, 3 - hexadecanol, 2 - octa- 
decanol, 4 - eicosanol, and 5 - eicosanol are 95 
useful anti-static agents in the context of this 
invention. Exemplary etho^lated secondary 
alcohols useful herein as the anti-static agent 
are: 

2— CioEO(40), 2— G,2EO(45), 2— CiJBO(60), 100 
2— CisEO(60), 4— C2oEO(80), 2— CuEOClOO) 
and 2 — CioEO(20). Conunerclal mixtures of 
secondary alcohols having axk average hydro- 
carbyl chain length of 8 to 20 carbon atoms 
condensed witii an average of 20 — 100 moles 105 
of ethylene oxide per mcle of alcohol are also 
useful herein. 

Alkyl Phenolic Ethoxylates 

As in the case of alcohol ethoxylates, the 
hygroscopic ethoxylates of alkylphenol^ par- 110 
ticularly monohydric alkylphenols, are useful 
as tiie anti-static agent in the present inven- 
tion. The EO20 — EOioo ethoxylates of com- 
mercially available alkyl phenols such as p - 
octyl phenol and p - nonyl pheid are readily 1 1§ 
prepared by well known condensation reac- 
tions. 

Exemplary ethoxylated alkyl phenols useful 
as the anti-static agent herein are: p - octyl- ^ 
phenol EO(45), p - nonylphenol EQ(45) and 120 
p - decylphenol EO(40)- 

Olefinic Ethoxylates 
The alkenyl alcohols, both primary and 
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secondary, and alkenyl phenols corresponding 
to those disclosed immediately hereinabove, 

s can be ethoxylated with from 20 to 100 moles 
of ethylene oxide and thereby rendered hygro^ 

5 * scopic and useful as the anti-static agent 
herein^ Exemplary alkenyl ethoxylates h^ein 
inchide 2 - n - dodecenol EO(60), 3 - n - 
tetradecenol EO(30J, p - (2 - nonexyl)phenol 
EO(40) and 2 - tetradecen - 4 - ol EO(45). 

10 Branched Chain Ethoxylates 

Branched chain primary and secondary 
alcohols are available from the well known 
^*OXO" (Registered Trade Mark) process 
and can be eiiioxylated and employed as the 

1 5 anti-static agents herein* Exemplary branched- 
ehain alkoxylates are as follows : 2 - tnethyl - 
1 - dodecanol EO(60); 3 - ethyl - 2 - tetra- 
decanol £0(100); and 2 - methyl 1 - hexa- 
decanol EO(35). 

20 As can be seen by the foregoing, a wide 
variety of hygroscopic ethoxylated nonionic 
surfactants are useful as the anti-static agent 
herein. It will be recognized that the designa- 
tion of the degree of ethoxylation of the listed 

25 compounds is an average value, and com- 
mercial materials contain mixtures of hydro- 
carbyl materials having di£Eenng degrees of 
ethoxylatioQ centering around an average 
value. 

30 The preferred ethoxylates herein are the 
EO35 to EO-^ ethoxylates of mixed tallow 
alcohols and mixed coconut alcohols. These 
commercially available materials are highly 
hygroscopic and quite effective anti-stats 

35 when employed in the manner of this invent 
tion, Coconutdkyl EO(45) and tallowalkyl 
EO(45) are especially preferred mixed alcohol 
ethoSEylates for use hc^in. Lauryi EO(45) is 
also especially preferred herein. 

40 Glyceride Softener 

The anti-static agents honein are fonnulated 
in combination with mixtures of glyoeiides 



and glyceride-fatty alcohol mixtures which 
provide a fabric softening aspect to the com- 
positions herein. The glyceride and mixed 
glyceride^alcohol softeners herein are selected 
from materials which are solid at temperatures 
of 40°C or below, but which preferably soften 
and flow at automatic dryer operating tem- 
peratures, i.e,, 50^C to 100°C. 

The glyceride softeners herein comprise 
mixtures of monoglycerides, diglycerides and 
triglycerides of C12---C18 fatty acids having a 
melting point range preferably of from 50°C 
to about lOO^C, preferably from about 60^C 
to about 95 °C. Of course, such mixtures do 
not melt sharply, but gradually soften and 
flow over a range of temperatures. The flow 
properties of the glyceride softeners provide 
even distribution onto fabrics in an automatic 
dryer. By employing glyceride mixtures hav- 
ing a melting point falling within the stated 
range, a non-greasy fabric softening effect is 
secured. 

The glyceride mixtures herein can be pre- 
pared by admixing pure mono-, di- and tri- 
glycerides in the relative ratios and propor- 
tions disclosed hereinafter to provide mixed 
compositions which provide a soft, lubricious 
feel on fabrics. While the individual tri- 
glycerides are readily available from natural 
sources, it is much more difficult to isolate 
the pure mono- and di-glyceride components, 
so that such a mixing procedure is not a com- 
mercially attractive means for preparing the 
glyceride mixtures used herein. 

Glyceride mixtures of the type useful herein 
can be more conveniendy prepared from 
natural or synthetic triglycerides by means^ of 
a trans-esterification reaction employing 
glycerine and a base. Such trans-esterMcatioa 
reactions take place in wdl-known fashion* to 
provide random m&tures of mono-, di- and 
tri-gjlycerides, according to ihe^ following ^ 
action: 



R'COOCHa CHa— OH 

I I base 
R"COO— CH +CH--OH 

R'''COO--CHi CH2— OH 



random mono-, di- and 
tri-glycerides 



la the equation, groups R', R" and R'" are 
Cio-^22 alkyl and dkenyl. By selecting the 
appropriate molar ratios of reactants, it is pos- 
90 sible to prepare glyceride mixtures having the 

^ desired relative ratios of the mono-^ di- and 
tri-glyceride components. 

The trans-esterification reaction takes place 
by die random migration of the fatty acid 

^95 groups on the glycerol moleciile. Thus, the 
acyl moiedes can be found in random posi- 
tions on tiie glycerol moiety at the completion 
of tiie reaction. This randomization of acyl 
groups is inmiaterial from the standpoint of 

100 the instant invention, insofar as the randomized 



glycerides have the appropriate melting point 
ranges for use herein. 

In the trans->esteriflcation, the presence of 
excessive amounts of base, especially the alkali 
metal hydroxides, can result in the formation 
of various amounts of soaps, i.e., the sodium 
salts of the migrating fatty acids. It has been 
determined that glyceride mixtures containing 
greater than about 20% by weight of fatty 
acid soaps are useful as fabric softeners. How- 
ever, the presence of such soaps prevents the 
efiSdent and complete removal of the glyceride 
mixtures from i£e flexible substrate expens- 
ing means used herein during the average time 
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of a drying cycle. Accordingly, it is necessary 
to employ glyceride mixtures containing less 
than 30% by weight of soap when such dis- 
pensing means are employed. In order to pro- 
5 vide glyceride mixtures containing such 
minimal amounts of soap, the ratio of sodium 
hydroxide used in the trans-esterificatioii red- 
action is simply adjusted so that the combined 
moles of triglyceride and glycerine is at least 
10 about 5 times, preferably at least 5.6 times, 
that of the base. Alternatively, excess soap can 
be removed by aqueous washing processes. 

The melting point of the glyceride mix- 
tures employed herein despends both on the 
15 ratio of tiie mono-, di- and tri-glyccride com- 
ponents present therein and on the chain 
lengths of the fatty adds which make up the 
various glyceride esters^ Preferably^ glyceride 
mixtures containing from about 30% to about 
20 90%, preferably 40% to about 90% by weight 
of Ci2 to Ciy monoglycerides; from about 
I57o to about 60%, preferably 15% to about 
50% by weight of Ci2 to Ci8 diglycerides; 
and from about 1% to about 15%, preferably 
25 1% to about 5%, of C12 to C^s triglycerides 
are useful herein. Such mrstures dso com- 
prise complex trans-est^fication reactioii by- 
products, including soaps and free fatty adds. 
The foregoing glyceride mixtures are most 
30 conveniently prepared by selecting as the pre- 
cursor material, a triglyceride which, itself, 
contains substantial amounts of C12 to C18 
esterified acid groups. It is well recognized 
in the art that certain animal and vegetable 
35 fats and oils are comprised mainly of the 
glyceride esters of the longer-chain fatty adds, 
whereas other natural triglycerides comprise 
major amounts of the esters of relatively 
shorter-chain acids. For example, peanut oh 
40 contains up to about 70% by wei^t of Cis 
fatty acids, with soybean oil, cottonsewl 
oil and lard containing equal, or 
even greater percentages of the long- 
chain fatty acids. Moreover, it is re- 
45 cognized that the long-chain fatty acids pre- 
sent in these naturally-occurring glycerides 
often contain points of unsaturation. The 
natural glycerides can, in general, be hydro- 
genated at these points of unsaturation to pro- 
50 vide materials which have even higher melt- 
ing, points than the natural materials. It is 
primed herein to sdect such naturally- 
occurring, high-melting and hydrogenated 
high-melting triglycerides for use herein as 
55 the precursor materials for preparing the mix- 
tures of mono-, di- and tri-glycerides by means 
of the foregoing transesterification reaction. 

When using the natural triglycerides as pre- 
cursors for ti^e glyceride mixtures herein, it 
60 wiU be recognized that up to about 307o by 
weight of the total fatty acids wili be Q2, 
and shorter, in chain length. The presence of 
such shorter chain materials is immaterial, so 
long as the overall melting point range is 
65 obtained. 



Preferred precursor materials for the 
glyceride mixtures herem include lard, - 
winterized lard, tallow, hydrogenated 
(hardened) tallow, hydrogenated ' (hardened) * 
soybean oil, and hydrogenated (hardened) pea- 70 
nut oil. Any of these materials can be trans- 
esterified in the presence of ^ycerine and base ' 
in well-known fashion to provide the gilyceride 
mixtures useful herein. 

Inasmuch as the trans-esterification reaction 75 
herein proceeds with a random migration of 
acyl groups, it is not possible to fully charac- 
terize the mixed glyceride reaction products 
except in terms of mdting point and amounts 
of free soap. It is within tiie purview of ihe 80 
user to sdect reaction conditions which will 
result in the desired mdtmg point range and 
free soap content of the ^yceride mixtures. 

Espedally preferred glycSride mixtures 
herein comprise the trans-esterified reaction 85 
product of hardened tallow fat, glycerine and 
sodium hydroxide and the trans-esterified re- 
action product of hardened soybean oil, 
glycerine and sodium hydroxide having the 
melting point range set forth above, 90 

A highly preferred glyceride mixture herdn 
comprises the trans-est^ified reaction product 
of hardened tallow fat in a 3 to 10 molar pro- 
portion, glycerine in a 2 to 4 molar propor- 
tion and sodium hydroxide in a 0.5 to 1.5 95 
molar propotrdon. Another highly preferred 
glyceride mixture herein comprises tJie trans- 
esterified reaction product of hardened soybean 
oil in a 3 to 10 molar proportion, glycerine 
in a 2 to 4 molar proportion and sodium lOO 
hydroxide in a 0.5 to 1.5 molar proportion. 

The glyceride mixtures can be employed 
herein singly as the optional fabric softening 
agents ot can be blended with a Ci©— ^jfo 
fatty alcohol which advantageously modifies 105 
the softemng properties thereof. The pmre 
fatty alcohols can be employed in combiua- 
tion with the glycerides, but it is more pre- 
ferred from an economic standpoint to use 
alcohol mixtures, such as the common fatty 110 
alcohol mixtures prepared from coconut and 
tallow triglycerides. Espedally preferred 
alcohols herein fall within- the tallowalkyl 
range, with the most preferred mixtures being 
" higher " tallowalkyl alcohols, i.e., those hav- 115 
ing little or no C12 lower mdting alcc^ols. 

Preferred fabric softeners herem comprise 
glyceride mixtures of the type disdosed here- 
inabove in combination with alcohols at a 
weight ratio of glyceride: alcohol of from about 120 
7:3 to about 9:1. 

Dispensing Means 

The anti-static and mixed anti-static/ 
softening compositions herein are employed in ^ 
combination with a dispensing means in the 125 
form of a flexible substrate which evenly dis^ 
tributes the compositions onto fabrics under 
the heating and tumbling action of an auto- 
matic dryer. 
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Such dispensing means can be designed for 
single usage or for multiple uses. 

One such article comprises a sponge 

^: material releasably holding enough of the 

5 composition to effectively impart anti-static, 

5 or mixed anti-static and softening, benefits 
to fabrics during several cycles of clothes. This 
multi-use ardcie can be made by filling a 
hoUow^ sponge with about 20 grams oi the 

10 present compositions. In use;, a portion of the 
c(Miiposition mdts and leaches through the 
poies of the sponge onto the fabrics in a 
uniform manner. Such a filled sponge can be 
used to treat several loads of fabrics in con- 

15 ventional dryers, and has the advantage that 
it can remain in the dryer after use and is 
not likely to be misplaced or lost. 

Another article comprises a cloth or paper 
bag releasably enclosing the composition and 

20 sealed with hardened plug of the composition. 
The heat of the dryer opens the bag and 
releases the fabric treating composition! &reint. 

A highly preferred article herein comprises 
die fabric treating composition releasably 

25 sorbed oi^ or otherwise affixed to, a flexible 
paper or woven or non-woven clotii substrate 
such that the reaction of the automatic dryer 
removes the fabric treating composition- and 
deposits it on the fabrics. Such flexible sub- 

30 strates are most conveniently provided in a 
sheet configuration. 

The sheet configuration has several advan- 
tages. First, effective amounts of the fabric 
treating compositions for use in conventional 

35 dry^ can be easily affixed to the substrate 
by a simple dipping or padding process. 
Additionally, the relatively flat, thin coating 
of the fabric treating composition on the sheet 
is effectively and thoroughly released onto the 

40 fabrics which come in contact therewith. 
Sheets can be easily made which contain a 
predetermined amouiit of the fabric treating 
coraposition sufficient to treat a standard 
(5 lbs. — 10 lbs.) dryer load, such that the user 

45 need not measure the amount of composition 
necessary to treat the fabrics. 

More specifically, the water-insoluble paper, 
or woven or non-woven substrates used in the 
preferred articles herein can have a dense, or 

50 more preferably, open or porous structure. 
Examples of suitable materials which can be 
used as substrates herein include paper, 
wovea dotii, and non-woven cloth. The term 
"cloth" herein means a woven or non-woven 

55 substrate for the articles of mamifactuie, as 
distinguished from the term "fabric" which 
encompasses the clothing fabrics being dried 
in an automatic dryer. 

^ The paper, woven or non-woven substrates 

60 useful herein are fully disclosed in U.S. 
Patent 3,632,396. 

As noted above, the preferred sheeted 
articles herein can be manufactured by a 
simple dipping or coating procedure. In a 

55 typical procedure, the hygroscopic anti-stat 



softener composition in the form of a fluid 
melt, is simply padded onto the sheet. The 
mixed anti-stat/softener compositions can be 
convenientiy fashioned by homogenizing the 
glyceride softener mixture and the hygro- 70 
scopic anti-static by warming in a trough to 
form a fluid melt. The insoluble substrate is 
fed through the melt and the composition 
coats and impregnates the substrate. The sub- 
strate is removed from the trough and the 75 
fabric treating composition solidifies on the 
substrate. By controlling the type of substrate 
and the speed of the substrate through the 
trough, an effective amount of the fabric 
treating composition is afi&xed to a predeter- 80 
mined length and widtii of substrate. 

The preferred anti-static/softening articles 
herein are provided as 9 in. X 11 in. substrate 
sheets coated with from about 0.01 g. to 
about 1 g. of the hygroscopic anti-static agent 85 
and from about 1 g. to about 3 g. of the 
g[yceride softener. This article provides an 
anti-static and softening effect to an average 
5 lb. dryer load of damp fabrics. 

A highly preferred anti-static/softening 90 
article herein comprises: : (a) a fabric treat- 
ing composition comprising (i) from 1 gram 
to 3 grams of a glyceride mixture consisting 
of the trans-esterified glyceride reaction pro- 
duct of a 3 : 1 : 2.6 molar mixture of gLyceri^e, 95 
sodium hydroxide, and hardened soybean oil 
or hardened tallow, (ti) £rom Q.S grams to 
1.0 grams of mixed C12 to Cig fatty alcohols, 
and (iii) from 0.1 gram to 2 grams of a sur- 
factant seleaed from the EO35 to EObo 100 
ethoxylates of mixed tallow and mixed coco- 
nut alcohols; and (b) a flexible substrate of 
woven, non-woven and or- paper sheets, to 
which said fabric treating composition is 
releasably affixed at a wei^t ratio of fabric 105 
treating composition to substrate of from 50 : 1 
to 1:S0. 

Optional Components 

Hie articles herein can employ minor pro- 
portions (i.e., usually about 0.1% to about 110 
30% by weight of the fabric treating com- 
position) of various optional mgredients which 
provide additional fabric conditioning benefits. 
Such optional ingredients include perfumes, 
optical brighteners, fumigants, bacteriocides, 115 
fungicides, and flame retardants. SpecifiCi^ 
examples of typical additives useful herein 
can be found in any current Year Book of the 
American Association of Textile Chemists and 
Colorists. Since the major proportion of the 120 
fabric treating compositions herein is nonionic, 
the compositions are compatible with all 
manner of such optional ingredients. 

One type of optional ingredient herein 
includes the well known quaternary 125 
ammonium anti-static and fabric softening 
agents. While the hygroscopic anti-stats herein 
are quite effective for their intended use, 
minor proportions of quaternary salts can 
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optionally be employed in combination there- 
with to provide an added increment of static 
control^ as well as contributing to fabric soft- 
ness. Specific examples of such quaternary 
5 salts include di - (tallowalkyl) - dimethyl- 
ammonium chloride and di - (tallowalkyl) - 
dimethyiammonium methylsulfate. 

In the use of the artide of the invention 
iiie anti-static agent in combination; with the 

10 glyceiide fabric softener^ is used in an effec- 
tive amount to condition fabrics in an auto- 
matic dryer. The effective^ Le., static- 
controllings amount of the hygroscopic anti- 
static agent employed in the manner of this 

15 invention will depend somewhat on the lype 
of fabric being treated and the dampness of 
the surrounding atmosphere. For example 
it is well-known that under conditions of low 
humidity, static control in fabrics is some- 

20 what more difficult to achieve than under con^* 
ditions of high humidiiy. Accordingly^ the 
amount of hygroscopic anti-stat employed can 
be adjusted^ depending on the lype of fabrics, 
conditions of humidity, and according to the 

25 desires of the user. For most purposes, the 
hygroscopic anti-stat is applied to fabrics at 
a rate of about 0.01 gram to about 2.0 grams, 
preferably 0.01^ — 1.0 gram, per 5 lbs. of fabric. 
The fabric softener glyceride and mixed 

30 glyceride/fatty alcohol compositions are also 
employed in an effective, i.e., fabric softenmg, 
amount in the processeses and articles herein. 
The amount of softener can be varied accord- 
ing to fabric type, the desires of tiie user, etc. 

35 For most purpose^ effective fabric softening 
is secured over a wide range of fabrics by 
applying the fabric softeners herein to fabrics 
at a rate of from about 1 gram to about 10 
grams, most preferably about 2 — ^3 grams, 

40 per 5 lbs. of fabric. Higher usage rates can be 
employed, if desired, but can result in an un- 
desirable greasiness m the fabrics. 

The process herein is carried out in the 
following manner. Damp fabrics, usually con- 

45 taining from about 1 to about 1.5 times theur 
weight of water, are placed in the drum of 
an automatic clothes dryer. In practice^ such 
damp fabrics are conmionly obtained by 
laundering, rinsing and spin-drying the fabrics 

50 in a standard washing machine. The composi- 
tions herein are simply spread uniformly over 
^ fabric surfaces, for example, by sprinkling 
the composition onto the febrics from a shaker 
device. The dryer is then operated in a standard 

55 fashion to dry the fabrics, usually at a tem- 
perature from about 50°C to about SO^C for 
a period from about 10 minutes to about 60 
minutes, depending on the fabric load and 
type. On removal from the dryer^ the dried 

60 fabrics instantaneously sorb a minute quantity 
of water which quickly and effectively dissi- 
pates static charge. 

In a preferred mode, the present process is 
carried out by fashioning an article compxis- 

65 ing the dispensing means of the type herein- 



above described in rdeasable combination 
with the compositions herein. This artide is 
simply added to a clothes dryer together with - 
the damp fabrics to be treated. The heat and 
tumbling action of the revolving dryer dtum 70 
evenly distributes the composition over aU ^ 
fabric surfaces, and dries the fabrics. 

The following example illustrates the pre- 
sent invention, but is not intended to be 
limiting thereof. 75 

EXAMPLE 

An ardcle of manufacture comprising an 
anti-static fabric softening composition releas- 
ably affixed to a non-woven cloth substrate- 
and adapted for use in an automatic dryer is 80 
as follows : 

Composition 
Ingredient Weight % 

Glyceride mixture* 75 
Tallowalkyl alcohols** 20 85 

Lauryl alcohd ethoxylate (45) 5 

Substrate 

Non-woven rayon, 3-demer, ca. 11 indies 
wide. 

* Trans-esterified hardened tallow 90 
glycerides comprising monoglycerides, 
diglycerides, and triglycerides in a 
weight ratio of monordiitri, ca. 
20:6:1, additionally containing com- 
plex mixtures of soaps, glycerine and 95 
diglyceroL 

*♦ Mixmre comprising ca 10% C14, 40% 
C16, 50% C18 alcohols. 

The doth substrate is mounted on a tabular 
roU and a rod is passed throu^ liie core and 100 
positioned to allow the doth to muroU when 
pulled. 

The Composition is heated to ca» 70°C in 
a trough to provide a homogeneous melt. The 
substrate is pulled through the trough at a 105 
rate of about 50 — 60 feet per minute and 
furdier passed through a pair of rollers which 
are adjusted to remove excess molten Com- 
position from the substrate. 

The speed of the substrate passing through 1 10 
the trough and the pressure of the pair of 
rollers is adjusted to that 3^ — ^5 grams of the 
Composition are deposited per 110 in.^ 
substrate. The substrate is perforated every 
10 inches to provide easy separation into 115 
sheets having 3 — 5 g. of the Composition on 
each sheet. The artide is allowed to cool to 
room temperature, whereby die molten Com- 
position solidifies. The &iai ardde remains s 
fleadble. 120 

An article prepared in the foregoing 
manner having a total surface area (both sides) 
of 220 in.^ is added to a home dryer contain- 
ing 5 lbs. of wet clothes. The dryer is oper- 
ated at an average temperature of 67*^C to 125 
dry the fabrics. The fabrics are provided with 
a soft, anti-static finish. 

The foregoing illustrates the commercial 
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advantage of the sheet substrates herein in 
that production speeds of 500 — 600 linear feet 

" of substrate/minute, and greater, can be coated 
with the compositions herein. Moreover, the 

5 compositions do not foam. Foaming en- 

* countered in the preparation of dryer-added 
fabric treating articles employing high levels 
of quaternary ammonium salts^ as disclosed 
in the prior an^ can cause substantial process- 

10 ing problems in high speed production lines. 
The Composition of the Example is modi- 
fied by replacing one^tenth of the glyceride 
mixture with di - (tallowalkyl)dimethyl- 
ammonium methylsulfate and equivalent 

15 results are secured. 



WHAT WE CLAIM IS : — 
1, An article of manufacture adapted for 
use in an automatic fabric dryer, comprising 
(a) a fabric treating compositicni compris- 
ing 

(i) a surfactant for controlling static^ of 
formula 

R— O— (CgH^OX—CaH^OH 



20 



wherein R is a primary or secondary 

25 branched or imbranched alkyl or alkenyl 

moiety or a primary or secondary 
branched or unbranched alkyl- or 
alkenyl-substicuted phenolic moiety; said 
moiedes each having from 6 to 20 

30 carbon atoms in the alkyl or alkenyl 

^oup, and wherein ;i; is at least 20, 
(ii) a fabric softener comprising a mix- 
ture of mono-5 di- and tri-glycerides of 
C12-18 fatty acids, said mixture contain- 

35 ing less than 30% by weight of soap 

and having a melting point of not less 
than 40^C, and 
(b) a flexible substrate in releasable com- 
bination with said fabric treating com- 

40 position. 

2. An article according to claim 1 wherein 
X is an integer from 35 — ^50. 

3, An article according to claim 2 wherein 
the surfactant is coconut alkyl EO(45) or 

45 taUow alkyl EO(45). 

4, An article according to any one of claims 
1 to 3 wherein the fabric softener comprises 
the trans-esterified reaction product of 
hardened tallow, glycerine and sodium 

50 hydroxide. 

5. An article according to any of claims 1 
to 3 wherein the fabric softener comprises the 
trans-esterified reaction product of hardened 
soya bean oil^ glycerine and sodium hydroxide. 

55 6. An article according to any one of claims 



1 to 5 wherein the glyceride mixture has a 
melting point of from 50 to 100 °C. 

7. An article according to any previous 
claim wherein the fabric softener comprises a 
mixture of said glycerides and Cio-2a fatty 60 
alcohols in weight ratio from 7:3 to 9:1, the 
mixture having a melting point of not less 
than 40°. 

8. An artide according to claim 7 
wherein the glyceride/fatty alcohol mixture 65 
has a melting point of from 50° to 100°C. 

9. An article according to any previous 
claims wherein the flexible substrate consists 
of woven clothj non-woven cloth or paper, 

10. An article according to any previous 70 
claim wherein the flexible substrate is in sheet 
form. 

11. An article according to any one of 
claims 7 to 10 comprising 

(a) a fabric treating composition compris- 75 
ing 

(i) from 1 gram to 3 grams of a glyceride 
mixture consisting of the trans-esteri- 
fled glyceride reaction product of 
3:1: 2.6 molar mixture of glycerine, 80 
sodium hydroxide and harden^ soya 
bean oil or hardened tallow, 

(ii) from 0,5 grams to 1 gram of mixed 
Cts to C18 fatty alcohols, and 

(iii) from 0.1 grams to 2 grams of a 85 
surfactant selected from the EO35 to 
EOffo ethoxylates of mixed tallow and 
mixed coconut alcohols^ and 

(b) A flexible substrate of woven^ non- 
woven or paper sheets to which said 90 
fabric treating composition is rdeasably 
afiSxed at a weight ratio of fabric treat- 
ing composition to substrate of from 
50:1 to 1:50. 

12. An article of manufacture adapted for 95 
use in an automatic fabric dryer substantially 

as hereinbefore described in the Example. 

13. A process fc^ imparting an* anti-static 
effect to fabrics ia an automatic fabric dryer 
which comprises co-mingling pieces of damp 100 
fabric by tumbling said fabrics under heat in 

the dryer with an article according to any one 
of claims 1 to 12. 

14. A process according to claim 13 
wherein the article provides from 0.01 grams 105 
to 1 gram of surfactant per 5 lbs. of fabric* 

15. Fabrics whenever treated by a process 
according to claim 13 or 14. 

For the: Applicants^ 
CARPMAELS & RANSFORD, 
Chartered Patent Agents, 
43 Bloomsbury Square;, 
London WCIA 2RA. 
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